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FREE RADICALLY POLYMERI Z ABLE SILANE MONOMERS AND OLIGOMERS AND 
THE METHOD FOR MAKING THEM. 

This invention relates to monomers and oligomers 
which contain both (meth) acrylate and silane functional 
5 groups, the use of such monomers and oligomers as adhesion 
promoting coupling agents in free radically curable 
compositions, and radiation curable compositions containing 
such monomers and oligomers. 

It has long been known that organic coatings on 
10 inorganic substrates such as glass and metal lose adhesion 
upon exposure to moisture. To avoid damage to the coatings 
and provide stable adhesion to the substrates, various 
coupling agents or adhesion promoters are generally 
incorporated into the coating compositions. Silane coupling 
15 agents have been widely used to enhance the adhesion between 
subtrate coatings. Most silane coupling agents are designed 
for two part systems other than one component UV curable 
systems. For example, US Patent 4,849,462 describes a coating 
composition comprising a UV curable polyurethane polyacrylate 
20 containing about 0.5 to 5.0% mercapto polyalkoxysilane. 

US Patent 5,146,531 describes an inner primary 
coating that contains an acrylated urethane oligomer based on 
a hydrocarbon polyol, reactive diluents, an organofunctional 
adhesion promotor, and a photo initiator. 
25 In the P ast 20 years, radiation curing has become 

more and more popular since it provides low or zero volume 
emission and high productivity. Radiation cure technology has 
been widely used in coatings, inks and adhesives. Radiation 
curable compositions are typically mixtures of monomers, 
30 oligomers, photoinitiators, or additives which are applied to 
the substrates and cured in place via ultraviolet light. 
Silane coupling agents have been widely used to improve 
adhesion in traditional coatings and composites based on epoxy 
chemistry. However, the application and selection of silane 
35 agents depends on cure mechanisms. In the radiation curable 
case, only one compound, gamma-methacryloxypropyl 
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trimethoxysilane, is compatible with the cure mechanism and 
available. 

Gamma -methacryloxypropyl trimethoxysilane monomer 
is a well known commercially available coupling agent for 
5 bonding coatings to substrates. The coupling agent is mixed 
with other copolymer izable monomers such (meth) acrylates, 
i.e., acrylates, methacrylates, or mixtures thereof, and the 
mixture of monomers is applied to a surface and cured. This 
methacryloxypropyl trimethoxysilane coupling agent of the 

10 prior art is prepared from allylmethacrylate, a volatile and 
odorous compound. The presence of the allylmethacrylate 
starting material along with the methacryloxypropyl 
trimethoxysilane monomer coupling agent also causes odor 
problems with the cured coatings. Other silane-based coupling 

15 agents are available, but are mainly directed to two-part, 
non-(meth)acrylate systems. See Waldman, Silane Coupling 

Agents — Improve Performance, Modern Paints and Coatings, 

Feb. 1996. 

PCT publication WO 96/12749 of 2 May 1996 shows 

20 silane oligomers and radiation curable coating compositions 
for optical fiber coating. The silane oligomers are high in 
molecular weight (500-11,000) and a high level of silane 
oligomer is needed, typically about 5-99% of the coating 
composition. These silane oligomers are typically prepared 

25 based on urethane chemistry and ure thane linkage. 

Derwent abstract 95-225640/30 relating to 
DE-4 416 857 of 29 June 1995 shows hydrolyzable and 
polymerizable silane(s) useful in coating, adhesive, and 
molding compositions and composites prepared from reactive 

3 0 silane and unsaturated compound and polycondensed to hetero 
polysilicic acid compound or polymerized. These silanes, 
which have carboxylic acid functional groups for use in the 
radiation-hardenable binders, are prepared from hydroxy 
containing compounds and acid anhydride containing silanes. 

35 It is an object of this invention to provide free 

radically polymerizable silane coupling agents which are 
especially useful in the radiation curing and peroxide curing 
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formulations, but do not suffer from the disadvantages of 
prior art coupling agents such as gamma-methacryloxypropyl 
t r imethoxy s i 1 ane . 

It is another object of this invention to provide 
5 the method for preparation of the new silane containing 
(meth) acrylates . 

A further object of this invention is to provide 
improved UV curable compositions with good adhesions to 
substrates. These objects and others as will become apparent 
10 from the following disclosure, are achieved by the present 
invention which comprises in one aspect compounds of the 
formula (I) : 



15 (CH 0 =C-C-X) -A-X-C-CH-CH--N-R 3 -SiY 1 Y 2 Y 3 (I) 

R 1 R R^ 

wherein : 
20 - R 1 is H or CH 3 ; 
n is 1 to 6 

A is a bivalent to heptavalent linking group ; 
X is O, S, NH ; 

R 2 is H or a Cj-C^q organic group ; 
25 - R 3 is a divalent linking group ; and 

each of Y 1 Y 2 Y 3 f which may be the same or different, 
represents alkoxyl, carboxy, alkoxy ether, alkyl, aryl. 

Preferred compounds of formula (I) are those 

wherein : 
30 - X = O ; 

- A is urethane , polyether, polyester, alkylene, aromatic, 
alkoxylated alkylene, alkoxylated aromatic ; 

- R 2 is H or -CH~-CHR 4 -C-0-R 5 , 

2 II 

wherein R is H or CH 3 and R° is an organic group or a 
group resulting from the post-reaction of a compound (I) 
having R 2 = H, with an NH- reacting compound such as an 
epoxyde or an isocyanate or a mono-unsaturated monomer ; 
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4 

- R 3 is a divalent organic group having 1 to 6 carbon atoms; 

- Y 1 , Y 2 and Y 3 are methoxy or ethoxy. 

In another aspect, the invention comprises a 
method of making such compounds of formula (I) comprising 
5 reacting a multifunctional (meth) aery late of formula (II) : 



(CH 2 =C-C-X) n+1 -A (II) 
10 R x 

wherein R 1 , X, n and A are as defined above, 



with a silane of formula (III) : 

H-N-R^-SiY 1 Y 2 Y 3 
l 2 3 

15 R z 

wherein R 2 , R 3 , Y 1 , Y 2 and Y 3 are as defined above* 

When R 2 is -CH o -CHR 4 -C-0-R 5 , the process 

2 ii 

0 

20 according to the present invention comprises the preliminary 
step of reacting a compound of formula (IV) : 

CH_=CR 4 -C-0-R 5 

2 II 
o 

25 wherein R 4 and R 5 are as defined above, 
with a compound of formula (Ilia) : 

H 2 N-R 3 -SiY 1 Y 2 Y 3 (Ilia) 



in order to obtain the compound of formula (Illb) : 

30 



H-N-R 3 -Si y 1 Y 2 Y 3 / 



CH 0 
I 

CHR 4 (IHb) 

35 C=0 

I 

O 
R D 
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5 

which is then reacted with a compound of formula (II) as 
defined above. 

According to an embodiment of the present process, 
leading to a compound of formula (I) wherein R 2 is different 
5 from H,' said process further comprises the post-reaction of 
a compound of formula (I) wherein R 2 = H with an NH-reacting 
compound such as an epoxyde or an isocyanate or a mono- 
unsaturated monomer. 

The silane monomers and oligomers of the invention 

10 are useful as coupling agents in radiation curable coatings, 
adhesives, and other resins, wherever the gamma- 
methacryloxypropyl trimethoxysilane coupling agents of the 
prior art had been used, and especially in applications where 
the odor of allylmethacrylate is undesirable. The radiation 

15 can be UV or electron beam, with or without photoinitiator 
present. 

The coating composition preferably comprises : 

(1) 0.1 to 50% silane monomers or oligomers of formula (I) ; ✓ 

(2) 0 to 80% by weight of (meth) acrylate oligomers ; I 
20 (3) 1 to 50% by weight of (meth) acrylate monomers ; and 

(4) 0.1 to 30% by weight of additives, s 

The compounds of formula (I) can be prepared by 
reaction of (1) di(meth)acrylates or multifunctional 
(meth) acrylates of formula (II) and (2) aminoalkylsilanes of 

25 formula (III) . The reaction is typically exothermic and no 
catalyst is needed. 

The preparation of the silane containing monomers 
and oligomers can be performed simply by reacting the silane 
compound of formula (III) with monomers of formula (II) with 

30 or without catalyst present. Preferably, the reaction is 
carried out at temperature range from 0° to 150 °C 
Preferably, the reaction temperature is about 0 to 100 *C. 
Most preferably, the reaction temperature is in the range of 
20 to 80°C. The silane monomers of formula (I) can also be 

35 prepared in situ in the radiation curable composition. 
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The stoichiometric balance between amino 
functionality and acrylate functionality is in the range of 
1:0.1 to 1:50, preferably, the range is 1:0.5 to 1:10, and 
more preferably in the range of 1:0.5 to 1:5. After the 
5 reaction, the silane compound of formula (III) is attached to 
monomers of formula (II) , and a new bifunctional material is 
formed. The new bifunctional silane monomers may be further 
modified with epoxides and (meth) acrylates. 

Examples of the silanes of formula (III) are 

10 aminopropyltrimethoxysilane, aminopropyltriethoxysilane, 
aminoalkyltrimethoxysilane , aminoalkytriethoxysilane, 
aminobutyltrimethoxysilane, aminobutyltriethoxysilane, 
arainopentyltrimethoxysilane, aminopentyltriethoxysilane. 

In formula (II) , A can be urethane, polyether, 

15 polyester, alkylene, aromatic, alkoxylated alkylene, 
alkoxylated aromatic, and the like. Suitable compounds of 
formula (II) include di and multifunctional (meth) acrylates 
such as 1, 6-hexanediol diacrylate, 1, 4-butanediol diacrylate, 
polyethyleneglycol or polypropyleneglycol diacrylate, 1,6- 

20 hexanediol dimethacrylate, trimethylolpropane triacrylate, 
epoxy acrylaturethaneane acrylate, polyester diacrylate, and 
the like. The (meth) acrylate monomers or oligomers of 
formula (II) may be used in neat form or a mixture of several 
monomers and/ or oligomers. Difunctional acrylate oligomers 

25 are preferred such as polyester diacrylates, polyether 
diacrylate, difunctional acrylate urethane oligomers. 
Urethane diacrylates based on polyether or polyolef in oligomer 
diols are preferred. (Meth) acrylates are used as reactive 
diluents, and may have one or more acrylate functionality. 

30 Examples are hexylacrylate, 2-ethylhexylacrylate, 
isobornylacrylate, decyl-acrylate, laurylacrylate, 
stearylacrylate, ethoxyethoxyethyl -acrylate, isodecylacrylate, 
isooctylacryalate, ethyleneglycol-phenyletheracrylate, 
polyethyleneglycolphenyletheracrylate, 

35 polypropyleneglycolphenylether acrylate, polyethyleneglycol 
nonylphenyletheracrylate, 1 , 6-hexanedioldiacrylate, 
trimethylolpropanetriacrylate, triethyleneglycol diacrylate, 
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pentaerythritoltriacrylate, ethoxylated bisphenol-A 
diacrylate f tripropyleneglycol diacrylate, and the like. Y 
can be an alkoxy, carboxy, alkoxyether, alkyl, aryl group, and 
the three groups can be the same or different. Preferably, 
5 all Y groups are the same, and are low molecular weight groups 
having less than 8 carbon atoms, more preferably less than 4 
carbon atoms. Preferred examples of Y groups are methoxy, 
ethoxy, acetoxy, and methoxy ethoxy . 

The silane compound of formula (III) contains one 

10 non hydrolyzable amino functional group and at least one 
hydrolyzable group. The amino functional group reacts with 
A of the compound of formula (II) to form chemical linkage. 

Furthermore, the reaction according to the present 
invention can be made advantageously in the presence of a 

15 polymerization inhibitor, such as 4-methoxyphenol. 

The invention further relates to radiation curable 
compositions where adhesion to a substrate is desirable, such 
as coating and adhesive compositions, comprising an effective 
amount of the silane monomer and oligomer compounds of 

20 formula (I) . 

The radiation curable compositions can be prepared 
by combining the silane compounds of formula (I) with other 
(meth) aery late monomers and oligomers, and with other 
compounds or additives, to form radiation curable 

25 compositions. Other optional additives are light sensitive 
and light absorbing materials, catalysts, initiators, 
lubricants, wetting agents, organofunctional silane or 
silicones, antioxidants, and stabilizers. Photoinitiator^ are 
optional, but compositions suitable for electron beam cure do 

30 not typically require photoinitiators . 

A photoinitiator is usually required for a UV 
curable composition, photoinitiators can be eliminated for an 
electron beam curable composition. The photoinitiator, when 
used in the composition to initiate radiation cure, provides 

35 reasonable cure speed without causing premature gelling of the 
composition. Examples of free radical photoinitiators are 
hydroxycyclohexylphenyl ketone, hydroxymethyl phenylpropanone, 
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dimethoxyphenylacetophenone , 2-methyl-l- [4- (methylthio) - 
phenyl] -2-morpholinopropanone-l, l-(4-isopropylphenyl) -2- 
hydroxy-2-methylpropan-l-one, 1- (4-dodecylphenyl) -2 -hydroxyz- 
ine thy lpropan-l-one , 4- ( 2 -hydroxy ethoxy ) phenyl-2 (2-hydroxy-2- 
5 propyl ) -ketone, diethoxyphenyl acetophenone ,2,4, 6-trimethyl- 
benzoyl diphenylphosphine. 

Another embodiment of the invention is a method of 
promoting adhesion or coupling of a radiation curable 
composition to a substrate comprising adding a compound of 

10 formula (I) to the radiation curable composition and 
thereafter exposing the composition to radiation. Another 
embodiment of the invention concerns articles obtained from 
radiation curable composition comprising a coupling agent of 
formula (I) and at least one unsaturated monomer and having 

15 adhesion properties to a substrate. The present invention 
also encompasses an article comprising a substrate coated with 
a composition as defined above in the cured state. 

Substrates such as glass can be used. 

The following examples present a few embodiments 

20 of the invention. 

EXAMPLE 1 

In a reactor, 75 grams of hexanediol diacrylate, 
0.12 gram of 4-methoxyphenol , and 50 grams of 
aminopropyltriethoxysilane were added, and the mixture was 
25 stirred at room temperature for 4 hours and became a viscous 
liquid. The addition reaction was exothermic. As x the 
aminopropyltriethoxysilane was consumed, the acrylated silane 
monomer was formed. 

EXAMPLE 2 

30 In a reactor, 60 grams of hexanediol diacrylate, 

0.20 gram of 4-methoxyphenol, and 40~~ grams of 
aminopropyltrimethoxysilane were added and the mixture was 
stirred at room temperature for 4 hours. As 
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aminopropyltriethoxysilane was consumed, the acrylated silane 
monomer was formed. 

EXAMPLE 3 

50.0 grams of product from Example 1 and 17.3 grams 
5 of n-butylglycidyl ether were mixed at room temperature. The 
final mixture has much better stability. 

EXAMPLE 4 

94 . 0 grams of ethoxyethoxyethylacrylate and 9 0.0 

grams of aminopropyltrimethoxysilane were reacted at room 
10 temperature. The mixture became warm as heat was generated 

from the reaction. The reaction was kept at room temperature 

for 20 hours. 

To the resultant monomer product, 0.10 gram of 4- 

methoxyphenol and 113 grams of hexanediol diacrylate were 
15 added. The reaction mixture was kept at 80 °C for 24 hours. 

Analysis by gas chroma tograph showed no residual 

aminopropyltrimethoxysilane present . 

EXAMPLE 5 

Tetrahydrofurfuryl acrylate (78.0 g) and 
20 aminopropyltrimethoxy silane (90.0 g) were stirred at room 
temperature and heat generation was noticed. The reaction 
completed overnight. No residual aminotrimethoxysilane' was 
detected by gas chroma tograph . 

To the resultant product, 1, 4-butanediol diacrylate 
25 (100.0 g) was added and the reaction mixture was reacted at 
80 °C for 16 hours to form an oligomer. 

EXAMPLE 6 

A UV curable composition was prepared using 57.0 
g of urethane acrylate oligomer (CN 964 E75 grade from 
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Sartomer Company), 33.25 g of 2- phenoxy et hylacrylate (SR 339 
grade from Sartomer Company), 4.75 g of oj. isomeri c 
photoinitiator (KIP 100F grade from Sartome r Company ) , and 
5.0 g of silane monomer from Example 4. The formulation was 
5 applied to an aluminum panel and cured using two 157,5 watt/ cm 
(400 watt/ inch) Fusion H lamps at 15.2 m/rain (50 fpm) speed 
with two passes. The film was fully cured with a tack free 
surface. 

The cured aluminum panel was placed in a 60 °C oven 
10 for 10 min followed by Crosshatch adhesion test which showed 
100% retention. A control formulation identical to the above 
formulation without the silane monomer showed 0% rentention 
under the same conditions. 

While the invention has been described in detail 
15 herein, various alternative embodiments and improvements 
should become apparent to those skilled in the art without 
departing from the spirit and scope of the invention as set 
forth in the following claims. 



/ 
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CLAIMS 

1 - Compound of the formula (I) : 



(CH~=C-C-X) -A-X-C-CH-CH~-N-R 3 -SiY 1 Y 2 Y 3 (I) 
R 1 R R 

wherein : 
10 - R 1 is H or CH 3 ; 
n is 1 to 6 

A is a bivalent to heptavalent linking group ; 
X is O, S, NH ; 

R 2 is H or a C 1 -C 20 organic group ; 
15 - R 3 is a divalent linking group ; and 

each of Y X Y 2 Y 3 , which may be the same or different, 
represents alkoxyl, carboxy, alkoxy ether, alkyl, aryl. 

2 - Compounds according to claim 1, characterized 
by the fact that X = O. 
20 3 - Compounds according to anyone of claims 1 and 

2, characterized by the fact that A is urethane, polyether, 
polyester, alkylene, aromatic, alkoxylated alkylene, 
alkoxylated aromatic. 

4 - Compounds according to anyone of claims 1 to 

25 3, characterized by the fact that R 2 is H or -CH 9 -CHR 4 -C-0-R 5 , 

2 II 
o 

wherein R 4 is H or CH 3 and R 5 is an organic group or a group 
resulting from the post-reaction of a compound (I) wherein 
30 R 2 = H with an NH-reacting compound such as an epoxyde or an 
isocyanate or a mono-unsaturated monomer. 

5 - Compounds according to anyone of claims 1 to 

4, characterized by the fact that R 3 is a divalent organic 
group having 1 to 6 carbon atoms. 

35 6 - Compounds according to anyone of claims 1 to 

5, characterized by the fact that Y 1 , Y 2 and Y 3 are methoxy 
or ethoxy. 



WO 98/28307 PCT/EP97/07285 



12 

7 - Compounds according to claim 1, characterized 
by the fact that it is : 

a reaction product of hexanediol diacylate with 
aminopropyltriethoxysilane ; 
5 a reaction product of hexanediol diacrylate with 

aminopropyltrimethoxysilane ; 

a reaction product of hexanediol diacrylate with the 
reaction product of ethoxyethoxyethyl acrylate and 
aminopropyltrimethoxysilane ; or 
10 a reaction product of 1, 4-butanediol diacrylate with 

the reaction product of tetrahydrofurfuryl acrylate and 
aminopropyl trimethoxysilane. 

8 - A process of making compounds of formula (I) 
as defined in anyone of claims 1 to 7, characterized by the 

15 fact that it comprises reacting a multifunctional 
( me th) acrylate of formula (II) : 

0 

II. 

(CH 2 =C-C-X) n+1 -A (II) 

R 1 • 



20 



wherein R 1 , X, n and A are as defined in claim 1, 
with a silane of formula (III) : 

H-N-R*-SiY 1 Y 2 Y 3 
25 | 3 

R 

wherein R 2 , R 3 , Y 1 , Y 2 and Y 3 are as defined in claim 1. 

9 - A process according to claim 8 for making 

compounds of formula (I) wherein R 2 is -CH~-CHR 4 -C-CMR 5 , 
30 2 || 

4 5 0 

wherein R and R D are as defined in claim 4, characterized by 
the fact that it comprises the preliminary step of reacting 
a compound of formula (IV) : 

35 CH 9 =CR 4 -C-0-R 5 

2 II 



WO 98/28307 PCT/EP97/07285 

13 

wherein R 4 and R 5 are as defined above, 
with a compound of formula (Ilia) : 

H 2 M-R 3 -SiY 1 Y 2 Y 3 (Ula) 

in order to obtain the compound of formula (Illb) : 

5 H-N-R 3 -Si Y X Y 2 Y 3 

I 

CH~ 
I 

CHR 4 (IHb) 

C=0 
I 

o 
Is 

15 R D 

which is then reacted with a compound of formula (II) . 

10 - A process according to claim 8 leading to a 
compound of formula (I) wherein R 2 is different from H, 
characterized by the fact that it further comprises the post- 
20 reaction of a compound of formula (I) wherein R 2 = H with an 

NH-reacting compound such as an epoxyde or an isocyanate or 
a mono-unsaturated monomer, 

11 - Use of a compound as defined in anyone of 
claim 1 to 7 or prepared by a process as defined in anyone of 

25 claim 8 to 10 as an adhesion promoting agent or as a coupling 
agent . 

12 - Method of promoting adhesion or coupling of 
a radiation curable composition to a substrate comprising 
adding a compound as defined in anyone of claims 1 to 7 or 

3 0 prepared by a process as defined in anyone of claims 8 to 10 
to the radiation curable composition and thereafter exposing 
the composition to radiation. 

13 - Radiation curable composition comprising a 
coupling agent compound as defined in anyone of claims 1 to 

3 5 7 or obtained by a process as defined in anyone of claims 8 
to 10 and one or more unsaturated monomers, the composition 
having adhesion properties to a substrate. 
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14 - Article comprising a substrate coated with a 
composition as defined in claim 13 in the cured state, 

15 - Article according to claim 14 , wherein the 
substrate is glass. 

5 



/ 
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